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Disclosure to Promote the Right To Information 

Whereas the Parliament of India has set out to provide a practical regime of right to 
information for citizens to secure access to information under the control of public authorities, 
in order to promote transparency and accountability in the working of every public authority, 
and whereas the attached publication of the Bureau of Indian Standards is of particular interest 
to the public, particularly disadvantaged communities and those engaged in the pursuit of 
education and knowledge, the attached public safety standard is made available to promote the 
timely dissemination of this information in an accurate manner to the public. 




Mazdoor Kisan Shakti Sangathan 
"The Right to Information, The Right to Live'' 
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Satyanarayan Gangarara Pitroda 
Invent a New India Using Knowledge 



Bhartrhari — Nitisatakam 
''Knowledge is such a treasure which cannot be stolen" 
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AMENDMENT NO- 1 APRIL 2003 

TO 

IS 1 0228 : 1982 SPECIFICATION FOR SCHOOL B A< i 

( Pa{^< 4, clause 4.1 ) — Substitute the tolloiwng for the the existing clause 

'4.1 The various components of the school bag shall be made from the maici iais 
specified m Table i or from other types of materials, suitable for the intended 
purpose, subject to the agreement between the purchaser and the supplier.' 

[ Pa^('5, Table \,SlNo. (i\)and(y) ] — Substitute the following for the existing: 

SI C'ompoiients Materia) Conforminit 

No. to 

(1> (2) (3) (4) 

iv) Sewing thread Sewing cotton thread. Variety No. 28 (165 dtcx x 6) IS 1720: 1978^ 

foi body and (6 cord, 3 strands, each 2 fold) 
straps or 

Sewing polyester thread Variety No 9 ( 1 45 dtcx x 6) IS 9543 : 1 980$ 

or 
Any other suitable thread, as agreed to between 
purchaser and the nnanufacturer. Thread may be 
grey or any colour matching to the body colour 

V) Sewing thread Sewing cotton thread. Variety No. 32 (74 dtcx x IS 1720:1978* 
for piping 6) (6 cord, 3 strands, each 2 fold) 

or 
Sewing polyester thread Variety No. 5 (145 dtcx x 3) 

or IS 9543: 1980$ 

Any other suitable thread* as agreed to between 
purchaser and the manufacturer. Thread may be 
black or of same colour as that of piping 

( Page 5, Table i, footnotes ) — Insert the following at the end: 
'§Specification for spun polyester sewing threads.' 
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Indian Standard 

SPECIFICATION FOR 
SCHOOL BAG 



0. FOREWORD 

0.1 This Indian Standard was adopted by the Indian StanrJards 
Institution on 20 June 1982, after the draft finalized by the Travel 
Requisites Sectional Committee had been approved by the Consumer 
Products and Medical InstrUinents Division Council. 

0.2 The school bag described in this standard is in three sizes ^SmalT 
* Medium' and * Large', with two different designs in each size, for 
example, one with side strap and the other with ])ack straps. The bag 
is provided with a patch pocket in IVont, piping all round the edges and 
buckles with stra[)S for closure. 

0.3 The school bags shall be [provided with back strap or side strap or 
both, as agreed to between the purchaser and the manufacturer. A 
handle may also be provided if required by the purchaser. 

0.4 This standard contains clauses which call for agreement between the 
purchaser and the manufacturer, which permit the purchaser to use his 
option for selection, to suit his requirements. The relevant clauses 
are 3.1, 4.1, 5.5, 6.1 and 9.1. 

0.5 For the purpose of deciding whether a particular requirement of 
this standard is complied with, the final value, observed or calculated, 
expressing the result of a test or analysis, shall be rounded ofT in 
accordance with IS : 2-1960*. The number of significant places retained 
in the rounded off value should be the same as that of the specified 
value in this standard. 



1. SCOPE 

1.1 This standard covers the reqm'rements for bags, used by school 
students for carrying books, writing material, and drawing instruments. 



♦Rules for rounding off numerical values ( revised ). 
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2. NOMENCLATURE 

2.1 The nomenclature of the bag shall be as shown in Fig. 1. 

3. SHAPE AND DIMENSIONS 

3,1 The shape and dimensions of the school bag shall be as shown in 
Fig. 1. It may also be made to other shapes and dimensions as agreed 
to between the purchaser and the manufacturer: 

3.1.1 Tiie length of back strap for *smair, 'medium' and Marge' size 
shall preferably be 430 mm, 455 mm and 470 mm respectively. 

3.1.2 The length of side strap shall be adjustable by means of a 
l)uckle as shown in Fig. I. The length shall be adjustable between 
260 mm to 950 mm. 

4. MATERIAL 

4.1 The various components of the school bag shall be made from the 
materials specified in Table 1. The school bag may also be made from 
other types of materials, suitable for the intended purpose, subject to the 
agreement between the purchaser and the manufacturer. 

5. ItfcNUFACTURE, WORKMANSHIP AND FINISH 

3Jt The school bag shall be made from three pieces of material, that is, 
frofiSt, back with top flap and gusset. 

5.2 The front portion shall be provided with a patch pocket for small 
articles fcr use in school as shown in Fig. 1. The bag may also be 
provided with two patch pockets in the front portion. The shape of 
the pocket or pockets should be such as to provide sufficient space for 
keeping lunch-box, pencil box, instrument box, etc. This may be done 
with or without gusset. 

5.3 The bag shall be provided with minimum 10 mm wide piping at the 
pocket, top edges and the sides as shown in Fig. 1. The piping shall be 
of the material specified in Table i. 

5.4 The school bag shall be assembled Mock stitch' or 'chain stitch' 
regulated to give 6 to 8 stitches per 25 mm. All ends shall be securely 
fastened, off and loose threads properly trimmed. 

5.5 Two buckles with straps shall be provided in the bag for closure as 
shown in Fig. 1. A handle may also be provided if required by the 
purchaser. 

5.6 The bag shall be neatly finished with straight and parallel rows of 
stitching, where required. 
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TABLE 1 MATERUL FOR COMPONENTS OF SCHOOL BAG 

( Clause 4. 1 ) 



No. 

(1) 



COMPON^ENTS 



(2) 



MATKfUAL 



(3) 



i) Body, straps, pockets, etc Doublc-tcxture rul)bcrized 

fabrics or 

Single texture rubberized 
waterproor fabrics 
or 
Any other suitable material, 
as agreed to between the 
purchaser and the manufac- 
turer 



CONFORMINO TO 

(4) 
IS :6110-1971* 

IS : 5915-1970t 



ii) Piping 



iii) Buckles 



Double-texture rubberized 

fabric or 

Any other suitable materkil, 
as agreed to between the 
purchaser and the manufac- 
turer 

Aluminium prongless or of 
any other rustproof metal 



IS: 6II0-1971* 



iv) Sewing thread for body Sewing cotton thread, Variety IS: 1720-1978^ 

and straps No. 13 (6 Ply x 10 Tex ) 

Cirey or any colour match- 
ing to the body-colour 

v) Sewing thread for piping Sewing cotton thread, Vari- IS : 1720-19781 

ety No. 13 ( 6Ply x 10 Tex ) 
black or of same colour as 
that of piping 

♦Specification for double-texture rubberized fabrics. 
tSpecification for single texture rul>berized waterproof fabrics. 
^Specification for cotton sewing threads ( second revision ). 



5.7 The ends of buckle loops, side, back and buckle straps shall be 
properly tacked with the rows of stitches as shown in Fig. I. 

6. SAMPLING 

6.1 Unless otherwise agreed to between the purchaser and the supplier, 
the procedure given in IS : 2500 ( Part I )-1973* shall be followed for 
sampling. The inspection level and sampling plan as given in 6*2 
and 6.3 shall be followed. 



count 



•Specification for sampling inspection tables: Part I Inspection by attributes and by 

It of defects {Jifit revision ). 
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6.2 The scale of sampling shall correspond to inspection level III given 
in Table 1 of IS : 2500 ( Part I )-1973* for all the requirements specified 
in this standard. 

6.3 The sampling plan shall correspond to AQL plans of 4 percent 
given in Table 2 of IS : 2500 ( Part I )-1973*. 

7. TEST 

7.1 Drop Tests — The school bag shall be fully loaded with books or 
any other suitable material, weighing G kg in case of 'smalT, 8 kg in 
case of ^medium' and 10 kg in case of *large' size school bags. After 
filling the specified weight, the bags shall be closed, buckles fastened and 
hung on pegs at the wall, with the help of either the side strap or the 
back straps. The distance between the floor and the peg shall be 1*5 
metre in case of side strap and 1*0 metre in case of back ^trap. The bags 
shall then be suddenly dropped and this operation shall be repeated 
10 times. During or after the test the stitches shall not 0f)en, the straps 
and buckles shall not give way or come off the stiiched tacks. 

7.2 Handle Snatch Test — The school bag shall be securely fixed in 
an inverted position on a rigid support, leaving the strap fre^ for iipply- 
ing the load. The strap shall be suitably harnessed to distribute the 
load applied over the entire middle portion. A load of 50 N ( 5 hii^f) 
shall be applied suddenly to the strap for a period of 30 seconds. Tliis 
operation shall be repeated 10 times. 

7.2.1 The weight may be applied either by means of spring balance 
or weights, suitably placed on a stirrup. During or afier the test, the 
strap shall not have snapped, loosened or come off the stitching. 

8. MARKING 

8.1 Each school bag shall be legibly marked with the following: 

a) Manufacturer's name or registered trade-mark, 

b) Size, and 

e) Year of manufacture in case of rubberized fabric. 



♦Specification for sampling inspection tables: Part I Inspection by attributes and 
by count of defects (first revision ). 
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FRONT STRAP 



FRONT POCKET 



r PIPING 



Fh 



I 



SIDC GUSSET 



BACK STRAP. 



\ 




Sizf 



Small 


330 


230 


90 


140 


130 


(.5 


Medium 


•m 


2G0 


110 


140 


130 


65 


Large 


380 


280 


140 


140 


180 


65 



All dimensions in millimeires. 

Fig. 1 School Bag 
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8.2 The product may also be marked with Standard mark. 

8.2.1 The use of the Standard Mark is governed by the provisions of the 
Bureau of Indian Standards Act, 1986 and the Rules and Regulations made 
thereunder. The details of conditions under which the licence for the use of 
Standard Mark may be granted to manufacturers or producers may be obtained 
from the Bureau of Indian Standards. 



9, PACKING 

9.1 Each school bag shall either be parked first in alkathene bag and 
then in any other suitably packing material to ensure safe transportation, 
or as agreed to between the purchaser and the supplier. 
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